Permanent Painting

than the French ochre. It is sometimes used as a base
for red pigments, and that is done when the ochre
is heated to a red heat so that all the water of combi-
nation is driven off, and the hydrated iron is changed
into a true oxide. It is perfectly permanent, except
when mixed with the lakes. When burnt and sold
under the name of burnt ochre, it is similar to some
of the shades of mars orange.

PAYNE'S GRAY

Payne's gray is a mixture of black, ochre and blue,
and is permanent if the blue used is ultramarine. The
water color Payne's gray is a different mixture which
is not permanent. It dries slowly.

PERMANENT BLUE   (See Ultramarine Blue)
PERMANENT   GREEN   (See   Viridian)
PERMANENT VIOLET
This may be a mineral color composed of phosphate
of manganese, and when so prepared is not permanent
by any means, and does not deserve the name, or it
may be a mixture of cobalt blue and madder lake
which is more permanent, but the painter is referred
to other violets which can be made from permanent
pigments, and should be used in place of the so-called
permanent violets.
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